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Description 

This Invention relates to particulate compositions, for instance dispersions, which are convenient and 
safe to handle and by which active ingredients can be delivered to a chosen place of use. The active 
ingredients may be, for instance, materials such as pesticides or other agriculturally useful compounds 
(agrochemicals). pharmaceuticals or perfumes. The invention is of particular value when applied to the 
formulation of water insoluble pesticides and other water-insoluble, agrochemicals. 

It is frequently necessary to fonfnulate the compound as a concentrate that can be diluted at the point of 
use to form a sprayable composition. When the compound is water soluble, the concentrate can be a 
concentrated aqueous solution or a water soluble granule or other soluble solid. However many agricul- 
turally useful compounds are insoluble in water, It is generally prefenred that they should be applied by 
spraying an aqueous composition and so the concentrate of water-insoluble active ingredient must be stable 
and must be capable of easy distribution into water. 

One common type Is a wettable powder in which powdered insoluble material has been treated to 
render it wettable. but there is increasing concern about dusting and other environmental problems 
associated with traditional wettable powders. 

Another type is a dispersible paste or cream, usually referred to as a "flowable". This can readily be 
diluted with water and is reasonably satisfactory for many active ingredients. However a problem with both 
flowables and wettable powders is that the active ingredient has to be produced in the form of particles of a 
desired small size and this can be difficult or impossible with some materials, especially some ag- 
rochemicals. For instance these formulations are not appropriate when the active ingredient is a liquid or 
when it is a relatively low melting solid, for instance a solid that melts at below 80 •C. because of the 
difficulty of making the active ingredient in this fine particulate form. 

Water insoluble liquids and low melting solids can be fonmulated as emulsifiable concentrates but it is 
now frequently considered desirable to avoid this type of formulation for environmental reasons associated 
with, for Instance, the organic solvent that is generally present in such concentrates. 

It would therefore be desirable to be able to provide an active ingredient In the form of a particulate 
composition which is readily dilutable by water, is substantially free of organic solvent or dusting problems, 
and gives a satisfactory rate of release of the active ingredient. 

It is already well known to use polymeric materials in the formulation of various active ingredients. Thus 
it is known to diffuse a low melting or liquid active ingredient into a preformed polymeric matrix (e.g., as in 
US-A-4,303,642) or to encapsulate an active ingredient in beads by forming an emulsion or dispersion in 
water of polymerisable material and the active ingredient and then polymerising the polymerisable material. 
The product will, depending upon the materials and process conditions, be in the form of either a particulate 
matrix throughout which the active ingredient is distributed or small (or large) capsules comprising a shell of 
polymeric material around a core containing the active ingredient. 

Although these diffusion and polymerisation techniques are useful in some instances, they are relatively 
expensive and this is justified only because they are designed primarily to provide controlled release of an 
active ingredient. They are not appropriate to the more fundamental problem of providing an improved way 
of formulating a wide range of water insoluble agrochemical or other active ingredients In an economic 
manner in the form of environmentally satisfactory concentrates that can readily be diluted with water to 
form sprayable compositions. 

There are, of course, numerous other ways of making capsules containing active Ingredients. 
In GB-A-1 ,275.71 2, an active ingredient Is dispersed (as an aqueous solution or as a hydrophilic or 
hydrophobic powder) into a solution of a polymer in an organic solvent, the resultant dispersion is 
distributed into an aqueous electrolyte and the organic solvent is evaporated to cause deposition of the 
polymer around the initial particles of powder or aqueous solution. The capsule wall is formed by 
insolubilisation of the dissolved polymer and surrounds a core consisting of the powder or aqueous solution. 
The capsules are said to have a size of 20um to 5mm and are recovered as powder. 

Instead of forming a capsule wall by polymerisation or by precipitation of a polymer due to evaporation 
of its solvent, it is also known to form capsule walls by coacervation. Often at least two water soluble 
coacervating polymers are blended in aqueous solution, the polymers and their conditions of blending being 
such that they form a coacervate that comes out of solution to form a coating around a core consisting of 
one or more particles dispersed in the solution. 

In GB-A-1 .475.229 a process is described in which microcapsules are formed by dispersing an active 
ingredient, as a solid or a solution in high boiling (or low boiling) organic solvent. Into an aqueous solution of 
a hydrophilic colloid, enclosing the dispersed particles within a polymeric coating formed by coacervation 
as a result of the addition of a second coacervating polymer solution, and then cross linking the resultant 
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coating. The resultant microcapsules can have a wide range of particle sizes, namely 0.5 to SOOixm. In 
practice the capsules are separated to form a powder. 

Each of GB-A-1 .275.71 2 and 1.475.229 describe the incorporation of a wide range of materials as the 
active ingredients and included amongst the listed active Ingredients are agrochemicals such as pesticides. 

5 However in practice techniques such as these do not seem to have been used successfully commercially 
for the formulation of agriculturally useful active ingredients and instead such methods appear to have been 
used primarily for encapsulating liquid inks. Numerous other coacervation techniques are described, nearly 
always with the primary intention of producing and recovering ink capsules that can be applied to paper. 
A problem in all coacervation processes Is the production of a dispersion of the material that is to be 

fo encapsulated (generally the ink) that is sufficiently stable during the coacervation process. Once the 
coacervation has occurred, it is usually necessary for the encapsulated particles to be further stabilised by 
wall building using in situ cross linking processes. Methods in which the ink dispersion is stabilised during 
the coacervation technique by reliance upon polymers that go into the coacervate are described in GB-A- 
1,507,739, GB-A-2,073,132 and DE-A-3,545.803. Although these processes go through an Intermediate 

75 stage in which the coacervating polymer contributes to the stability of the ink dispersion, the overall process 
generally involves conventional cross linking and other wall-building polymerisation processes after the 
Initial coacervation. 

Accordingly none of these proposals address or solve the problem of providing a composition of a 
water Insoluble agrochemical or other active Ingredient which requires no further polymerisation to stabilise 
20 the emulsion and which can readily be diluted, and which is stable during storage. 

Another problem with coacervating techniques is that they are of rather limited applicability due to the 
restrictions Imposed by the physical state of the active Ingredient that is to be encapsulated. A method Is 
published in WO-A-89 04 714 (after the priority date of this application) for encapsulating low melting 
materials but there are other materials where this, and other known methods of coacervation, are 
25 inappropriate. 

In one aspect of the invention, a composition according to the invention is dilutable with water to form a 
sprayable composition and comprises a substantially stable dispersion in an aqueous medium of particles 
that are substantially all below lOum in size and that comprise a core comprising a solid, water-insoluble, 
polymeric matrix through which is distributed a water Insoluble active ingredient surrounded by a shell that 

30 has been formed by coacervation from one or more water soluble coacervating polymers and that stabilises 
the particles against agglomeration in the aqueous medium. 

Thus in the invention the coacervating shell is a material that promotes the stability of the particles, as a 
result of which the coacervated particles have less tendency to settle out and agglomerate than would 
similarly sized particles of the active ingredient alone, in an otherwise identical aqueous medium. Thus, for 

35 the first time, the final product relies upon the coacervate shell to promote the stability of the final product 
that is to be stored and transported to the point of use. where it can be converted into a novel sprayable 
composition merely by dilution with water. This is therefore In contrast to processes such as those 
described in GB-A-1 ,507,739 where some initial stabilisation is achieved but the process that is conducted 
involves further reaction of the coacervate shell so as to form a relatively unstable dispersion from which the 

40 capsules could be separated relatively easily. 

The concentrated composition of the invention must be sufficiently stable that it either remains as a true 
dispersion during storage or. If settlement does occur, can easily be redispersed merely by stirring. The 
composition may include additional emulsifiers, dispersants or dispersion stabilisers, but preferably the 
amount of such materials is very much less, below half and preferably below one quarter, the amount that 

45 would be required to stabilise the dispersion in the absence of the stabilising coacervate shell. Preferably 
the composition is substantially entirety free of such materials although coacervating polymer Is preferably 
dissolved in the solution. Thus the coacervating shell may provide most, and preferably all, of the stabilising 
properties that are required. 

The coacervate shell can be made by bringing the polymers out of solution by, for instance, mixing 

50 counterionic polymers that cause mutual insolubilisation either in the presence of dispersed active 
ingredient or with the subsequent addition of it. Such techniques are known from, for instance, GB-A- 
2,073,132. 

In order that the coacervating shell can provide these properties it is desirable for the shell to be 
ionically charged, so that the particles then repel one another as a result of the like ionic charges on them. 
55 Preferably the particles have a relatively high positive or, preferably, negative zeta potential. Thus the zeta 
potential is preferably greater than -30mv. and often greater than -50mv. for instance the zeta potential can 
be as high as -lOOmv or even higher. This can be achieved by using sufficient of an ionically charged 
polymer that the ionic charges in the polymer impart the desired zeta potential to the particles, and 
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preferably excess of the ionic polymer is dissolved In the aqueous medium, thus promoting mutual 
repulsion of the particles. Thus preferably at least two water soluble coacervating polymers are used and 
one of the coacervating polymers is anionic and the amounts of polymers that are used are such that the 
particles are rendered anionic and the aqueous medium has some of the anionic polymer in solution in it. 

5 The ionically charged polymer should contain a sufficiently high proportion of ionic groups to impart the 
desired ionic charge to the particles. 

The ionic polymer that contributes to the charge of the particles needs to be relatively hydrophillc in 
order that it gives good dispersing properties but this conflicts with the requirement that it shall come out of 
solution as a coacervate coating. A preferred way of Insolubilising the anionic polymer so as to form a 

70 coacervate while still leaving the polymer with hydrophillc properties, is to coacervate It with a non-ionic or, 
preferably, cationic polymer that has characteristics such that it can interact with the anionic polymer to 
form the coacervate around the hydrophobic active ingredient but without destroying the dispersing 
properties of the anionic polymer shell. Preferably the cationic polymer has a lower molecular weight than 
the anionic polymer and the anionic polymer should be present in a molar excess, that Is to say there 

75 should be a significantly larger number of anionic groups than cationic groups. 

In order that the anionic polymer is hydrophillc, it is preferred to make it from a water soluble 
ethylenically unsaturated monomer or monomer blend that includes carboxylic or other anionic monomer. 
Preferably a 20:80 to 80:20 blend of acrylamide and (meth) acrylic acid (usually as sodium salt) is used. 
The lower molecular weight cationic polymer can be made from water soluble ethylenically unsaturated 

20 monomer or monomer blend that includes cationic polymer, a condensation polymer, most preferably a 
catlonised urea formaldehyde or melamlne formaldehyde polymer. 

Suitable blends of molecular weight can be identified by experimentation, but generally the cationic 
polymer should have a molecular weight of below 100.000 and in practice the molecular weight should 
normally be below 50,000 and often below 10.000. while the anionic polymer will normally have a molecular 

25 weight above 100.000 and in practice often above 200.000, and up to 1 to 2 million although higher 
molecular weights can sometimes be used. At least one of the polymers (generally the anionic) can be 
amphoteric provided this does not prevent the desired formation of a stabilising coacervate. 

What seems to be happening is that several molecules of cationic polymer become ionically bonded to 
parts of an anionic polymer chain so as to render those parts where charge neutralisation occurs more 

30 hydrophobic, thus attracting those parts to the hydrophobic active ingredient. The remainder of the anionic 
polymeric chain remains hydrophillc. thus promoting a high negative zeta potential and good stabilisation 
properties in an aqueous medium that Includes an aqueous solution of the anionic polymer or of some other 
similar anionic polymer. 

Suitable polymeric materials are described in. for instance. DE-A-3, 545,803, GB-A-2,073,132. and 

36 1 .507,739 and US-A-4.1 00,1 03. 

The coacervate polymeric coating generally provides at least 10% and often at least 20% by weight of 
the dry weight of the particles but it is usually unnecessary for it to provide more than 50%, and usually it 
provides less than 40% of the dry weight of the particles. The content of active ingredient in the aqueous 
concentrate typically is in the range 5 to 20% by weight based on the concentrate. 

40 In the aqueous dispersions of the invention, at least 90% by weight of the particles should be below 
about lOum in size since it will be very difficult to achieve adequate stabilisation if a significant proportion 
of the particles are above about lOum, and preferably at least 95% by weight are below lOum. Preferably 
at least 90, and usually at least 95%. by weight are below 5um. At least 50% are preferably below 3um. 
The coacen/atton is preferably conducted so as to make particles that initially have this size, but if 

45 necessary the coacervated material can be stinred or milled so as to break agglomerates down to the 
desired particle size. 

The active Ingredient can be any material that it Is desired to provide in particulate form. Preferably it Is 
an agriculturally useful material such as a semiochemical. nutrient or plant growth regulator or. preferably, a 
herbicide or pesticide. Suitable pesticides include insecticides, fungicides, nematocides, and biocides. 
50 Other suitable active ingredients that can usefully be incorporated into the particulate compositions of the 
invention include, for instance, perfumes, fragrances, pharmaceuticals and veterinary materials. Preferred 
active ingredients are chlorpyriphos. chlorpyriphos methyl, and trifluralin. 

Although the invention is primarily of value for the production of agrochemlcal compositions that are 
stable dispersions that can be diluted with water, it is possible to apply the same coacervation technique to 
55 the production of other agrochemlcal particulate compositions. 

In order to perform the coacervation process It is necessary to provide a dispersion of the active 
ingredient in the desired particulate form, and conventional methods of providing such a dispersion, and 
conducting the coacervation, tend to be unsatisfactory with many of the agrochemicals and other active 
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ingredients with which we are preferably concerned, even though the methods may be satisfactory for Inks. 
Accordingly we have developed two methods of particular value In the Invention. 

When the active Ingredient is a solid that melts at below 80 *C (often below 50 *C). the process 
preferably comprises melting the active Ingredient dispersing It and the matrix polymeric material or a 
5 precursor of that into the aqueous medium at a temperature at which it remains molten and under 
conditions to generate particles of the desired size (substantially all below lOum), coating the resultant 
dispersed particles by the coacervation process, and cooling the particles. This cooling may occur before 
the coacervation but after the dispersion stage, but often occurs during or, preferably, after the coacer-. 
vation. After cooling, the particles are at a temperature below the melting point of the active ingredient. 

10 Another convenient way of performing the process on many agrochemicals and other suitable active 
ingredients comprises dispersing the active ingredient Into the aqueous medium while the active ingredient 
and the matrix polymeric material or a precursor of that Is present as a solution In an organic solvent that Is 
more volatile than water, and thereby forming particles substantially all below 10um. The dispersed 
particles are then coated by the coacervation step while dispersed in the aqueous medium, and the 

IS resultant dispersion is then distilled to remove the organic solvent. 

In this process, the active ingredient can be a liquid at room temperature (20 *C) but is generally a 
solid. It should be soluble in one or more organic soWents. The solution in the organic solvent is preferably 
a true solution but it can be a partial solution, for instance being a dispersion that is stable in the absence of 
a dispersion stabiliser. The solubility of the active ingredient In the chosen solvent can be high or low. 

20 provided that it is not so low that it is impossible to achieve a solution of useful concentration. 

The solvent that is used should be substantially water-immiscible in order that it will emulsify or 
disperse (rather than dissolve) into the aqueous medium. The dispersion can be achieved by mixing the 
solution into the aqueous medium under shear using, for instance, a Silverson mixer or other suitable 
emulsiffer or homogeniser apparatus. 

25 The solvent should be significantly more volatile than water and should have a boiling point substan- 
tially below the boiling point of water. For instance the solvent preferably has a boiling point below 70 
and preferably between room temperature and 50 (at atmospheric pressure). Preferably the solvent 
forms an azeotrope with water so that the removal of solvent by distillation involves azeotropic distillation of 
substantially all the solvent with part only of the water of the aqueous medium. 

30 Suitable solvents include any of the relatively low boiling water*immiscible organic solvents. The solvent 
is normally a hydrocarbon or halogenated hydrocarbon, the hydrocarbon generally being aliphatic or 
cycloaliphatlc. Methylene chloride is particularly preferred. 

Generally the coacervate coating is substantially complete before the product is distilled, but in some 
instances it can be desirable to rely upon the heating (that is supplied to cause distillation) also causing or 

35 completing the coacervation process. 

The evaporation can be conducted by distillation at atmospheric or reduced pressure and is generally 
conducted as an azeotropic distillation. This is generally conducted under reduced pressure. By appropriate 
selection of the solvent and the pressure at which distillation Is conducted it is possible to effect the 
distillation at low temperatures, e.g.. as low as 50*C or even as low as 30 'C, and this is very advantageous 

40 if the active ingredient is sensitive to elevated temperatures, for instance being thermally unstable or 
volatile. 

The distillation is preferably continued until the amount of solvent remaining is so low that the resultant 
composition, even after storage in a closed container, does not have a measurable flash point. Even if some 
solvent does remain (e.g., 2-30% based on active ingredient and total polymer) the amount is preferably as 

45 low as possible so as to maximise the solids content of the composition and to minimise environmental 
problems due to the solvent. 

The distillation conditions must, of course, be such as to remove the solvent whilst allowing sufficient of 
the aqueous phase to remain. Generally the amount of water in the distilled product Is at least 30% and 
often at least 50%. Solids contents In the range 20% to 60% are suitable. 

50 The coacervate shell can be a discontinuous stabilising shell, for instance a particulate shell of the type 
formed in DE-A-3,545.803, but preferably the shell is a substantially continuous polymeric coating. We have 
found that the polymeric coating fomned by coacervation does not provide a serious impediment to 
satisfactory rates of release of tiie active ingredient to the pest or plant where the desired effect is to be 
achieved. However in some instances it is desirable to modify the capsules so as to regulate tiie rate of 

55 release. 

Whereas it is preferred, from the stabilisation point of view, tiiat the shell of the polymer particles in the 
dispersion should be the unreacted shell fomned by coacervation. It can be desirable to subject the polymer 
in the shell to further reaction, provided this does not seriously impair the stabilisation properties of the 
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shell. Thus although the shell preferably contains all the unreacted anionic groups initially present at the 
end of the coacervation process, if desired some of these can be further reacted so as to modify the 
properties of the shell. For instance they can be subjected to cross-linking with further urea formaldehyde or 
melamine formaldehyde resin as described in GB-A-1 .507.739 or 2.073.132. This will increase the strength 

5 of the shell but wilt reduce the stability of the dispersion and a better way of controlling the rate of release 
is achieved as a result of the core of the particles comprising the polymeric matrix through which the active 
ingredient is distributed either as a dispersion or solution in the polymer. 

Although the composition can be made by coacervation around, for instance, pre-formed solid particles 
of the core, it is preferred to form the polymeric coacervate coating around fluid particles. Preferably the 

10 active ingredient and any matrix polymeric material (or material that is a precursor of that) are both soluble 
in an organic solvent that is more volatile than water and the dispersion is made by the solvent process 
described above. In this type of process, the polymer can be one that is. for instance, a dispersion that is 
stable in the absence of a dispersion stabiliser in the chosen solvent for the active ingredient or can be a 
polymeric material that has been formed by reaction In the particles from precursor material that is soluble 

75 In the chosen solvent, i.e.. the precursor for the matrix polymer must be soluble in the solvent. 

When the particles are being made by the melting technique described above then the matrix polymer 
must be molten at the chosen temperature or must be made from a precursor material that will polymerise 
during or after dispersing the particles in the aqueous medium. 

It is often desirable to make the matrix polymer particles by dispersing precursor polymerisable 

20 material and the active ingredient in the aqueous medium and then causing polymerisation or cross linking. 
The precursor material can be monomeric .or other low molecular weight material but is preferably 
polymeric. Thus the reaction of the precursor polymer to form the matrix polymer may be. for instance, 
cross linking or graft polymerisation. When the solvent process is used, the matrix polymer in the final 
particles is preferably substantially unchanged chemically from the polymer that is dissolved into the initial 

25 solution of active ingredient and organic solvent. 

The matrix polymer is normally selected such that the core is not only insoluble in the aqueous medium 
but is also substantially unswollen by the aqueous medium. Suitable polymers are any of the vinyl (or allyl) 
addition polymers that can conveniently be made by oil-in-water polymerisation or solution polymerisation in 
an organic solvent of ethylenically unsaturated monomer or monomer blend that is insoluble in water. 

30 Preferred polymers are acrylic polymers formed from monomers that comprise alkyl (meth) acrylate. 
generally in an amount of 30 to 100%. Otiier monomers that can be included, generally In amounts of less 
than 70% and preferably less than 40%, include styrenes. acrylonitrile. vinyl halldes and the other relatively 
hydrophobic monomers that conventionally can be included in acrylic oil-in-water emulsion polymerisation. 
The polymer is generally linear but chain branching or slight cross linking can sometimes be desirable and 

^5 so cross linking agent may be included. 

The preferred matrix polymer is formed from 50 to 100% (preferably 80 to 100%) alkyl (meth) acrylate. 
and 0 to 50% styrene. Percentages are by weight. The alkyl group generally contains 1 to 10, preferably 2 
to 6. carbon atoms. Blends of alkyl (meth) acrylates may be used. Polymers of 80 to 100% Isobutyl 
methacrylate are particularly suitable. 

40 Preferably the matrix polymer has a glass transition point (Tg) of above -20 * C and generally above 
-5*C. It is normally preferred for the glass transition point to be below 100*C and usually below 40 *C. By 
appropriate choice of Tg. monomers, and the ratio by weight of polymeractive Ingredient, it Is possible to 
regulate the rate of release. 

Preferably the matrix polymer is substantially non-ionic and preferably it is formed entirely from non- 
45 ionic material. This is desirable since it facilitates the performance of the manufacturing process and in 
particular it minimises the risk of undesirable interaction between the matrix polymer and the coacervating 
polymers. Thus the polymeric matrix should be substantially non-swelling in the aqueous medium, and 
chemically inert to the coacervating polymers. However it can be convenient for it to swell slightly when the 
pH is changed, for instance when it is introduced into a more alkaline environment than the aqueous 

50 medium in which it is formed. Thus the matrix polymer may include (meth) acrylic or other acid groups and 
may be in the substantially free acid and non-swollen form in the aqueous medium but may swell slightly 
when exposed to alkaline conditions,, such as may exist in the soil or on a plant leaf, due to ionlsation of the 
carboxylic groups. 

Since tiie matrix polymer (or its precursor) and active ingredient initially are both dissolved in tiie same 
55 solution, they are present In Intimate admixture In the final particles and the polymer provides a matrix for 
the active ingredient. 

When polymeric matrix is present, it is generally present In an amount of at least 0.2 parts, preferably 
at least 0.5 parts, per part dry weight of active ingredient, but it is usually unnecessary for it to provide 
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more than about 2, or at the most alx)ut 5, parts by weight of the active Ingredient. 

The aqueous concentrates of the Invention can include conventional additives to Improve the stability of 
the composition (for instance thickeners such as gums or other natural polymers or synthetic polymeric 
thickeners). It may Include dispersants and/or wetters to facilitate its dilution to form a sprayable composi- 
5 tion and to facilitate Its subsequent spraying and adherence to plants, soil or other substrate to which It is 
sprayed. 

An advantage of the aqueous dispersions of the Invention, is that a flowable agrochemrcal composition, 
containing particles of a second agrochemlcal active ingredient, can be blended into the composition. Thus 
It Is possible for the firsit time to provide in a convenient and environmentally acceptable form a concentrate 
10 of two insoluble agrochemicals wherein at least one has physical properties such that It cannot be put into 
the form of a conventional flowable. 

Instead of using the aqueous dispersion as a concentrate for forming a dilute agricultural spray, it can 
be used for other purposes. For instance the concentrate (or a diluted composition formed from it) may be 
applied by spraying or otherwise on to a granular or other carrier, for Instance to make a dry particulate 
75 composition that can be spread as a dry powder. Another way of making a spreadable powder is by 
aggregating the particles of the dispersion and then drying the aggregates. These aggregates can then be 
spread as dry powder or can be dispersed Into water, whereupon the aggregates will disintegrate. 

The following are some examples. 

20 Example 1 

Preparation of an Aqueous Dispersion of Chlorpyrifos 

120g of a 100% polyisobutyl aery late (as matrix polymer) and 120g Chloropyrlfos technical grade were 
25 dissolved in 520g dichloromethane, to form Solution A. 

168g of a 20% solution of a copolymer of acrylamide/sodium acrylate having molecular weight about 
400,000 were dissolved in 600g water (Solution B). 

76g of a 35% cationic urea/formaldehyde resin containing about 10 urea units and sold under the trade 
name BC777 was dissolved in lOOg water (Solution C). 
30 Solution B was subjected to stirring by a Silverson stinger. Solution C was added over 20 sees., stirring 
was continued for 30 sees., and then solution A was added over 30 sees. Stinring was continued for a 
further 40 sees., and defoamer was added. A white emulsion was obtained. 

The stirred emulsion was subjected to distillation under reduced pressure at a maximum temperature of 
45 *C, until all the dichlormethane was removed. 
35 After sieving through a nylon mesh, a stable aqueous dispersion of solid particles was obtained and had 
a solids content of 26.5% by weight. The Chlorpyrifos content of the product was 10.1% and the median 
particle size was 2.21 tim. The zeta potential of the dispersion was -110.4mv. 

The dispersion was stable on storage, and was diluted with water to give a 0.3% concentration of 
particles in the sprayable solution. Some pot-grown cauliflowers were sprayed with the solution while others 
40 (the controls) were left untreated. Some of the treated and controlled pots were innoculated with cabbage 
root fly eggs Immediately while others were innoculated after 5. 10, 15 or 22 weeks, and the pots were then 
grown in an insectary whilst the cabbage root fly larvae pupated. The mean numbers of larvae and pupae in 
each pot were counted. The results were as follows. 



Week 


0 


5 


10 


15 


22 


Control-number 


5.0 


9.6 


5.4 


5.7 


0.3 


Sample-number 


0 


0 


0.1 


0 


0 



This demonstrates that the active ingredient was effective both Immediately and for a period of 22 
weeks, the maximum useful life of the crop. 

Examples 2. 3 and 4 

The process was repeated in a manner similar to that, with varying amounts of matrix polymer: Og. 60g. 
2409 w®^® added. In each case a stable dispersion was obtained. 
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Example 5 

Preparation of an Aqueous Dispersion of 1 7*Dioxaspiro (5,5) Undecane (*Spiroketal*) 

5 Spirol(6tal is the principle component of the sex pheromone of the Olive fly : Dacus oleae. 

160g of a 95:5 copolymer of methyl methacrylaterethyi acrylate and 22.5g Spiroketal were dissolved in 
640g dichlormethane to form Solution A. 

Solution B and C were prepared as in Example 1. 
The solutions A, B and C were mixed in a manner identical to Example 1. 
70 the dichloromethane was removed by distillation under reduced pressure in the temperature range 40- 
50*C. 

The final product was a stable dispersion of white particles of <5um size. 
Example 6 

76 

This was identical to Example 5, except that the polyisobutyl acrylate of Example 1 was used in place 
of the 95:5 copolymer. 

It was found that the rate of release of the spiroketal to the atmospher was different in the two products. 
20 Example 7 

Solutions B and C were made and mixed as in Example 1. and the mixed solution was then heated to 
45 *C and 800g molten Trlfluralin (technical grade) was added at 45 *C and blended using a Silversen 
stirrer. The liquid was allowed to cool with gentle sitrring and was then subjected to stirring with a Silversen 
25 stirrer until 90% of the particles were below 10um and 50% were below 5um. The product was a stable 
orange suspension containing 45% by weight Fluralin. 

Example 8 

so A conventional flowable containing 50% by weight Linuron was made by bead milling a mixture of 538g 
Linuron (technical grade) 253g water. 138g monoethytene glycol. 69g surfactant and 1g antifoam. until the 
particle size of the flowable was 100% below lOum. 150g of this flowable suspension was then mixed with 
333g of the Trifluralin suspension of Example 7 and 76g water to give a stable suspension containing 300g/l 
Trifluralln and 150g/l Linuron. 

35 

Claims 

1. A composition that is dilutable with water to form a sprayable composition and that comprises a 
substantially stable dispersion in an aqueous medium of particles that are substantially all below lOum 
40 in size and that comprise a core comprising a solid, water-Insoluble, polymeric matrix through which is 
distributed a water insoluble active ingredient surrounded by a shell that has been formed by 
coacervation from one or more water soluble coacervating polymers and that stabilises the particles 
against agglomeration in ttie aqueous medium. 

45 2. A composition according to claim 1 in which the active ingredient is selected from solids that have a 
melting point below 80 * C and liquids. 

3. A composition according to claim 1 or claim 2 in which the active Ingredient Is selected from 
agrochemlcals, pharmaceuticals, veterinary chemicals, perfumes and fragrances. 

50 

4. A composition according to any preceding claim in which the active ingredient is an agrochemical 
selected from herbicides, semiochemicals, plant growth regulators, nutrients, and pesticides. 

5. A composition according to claim 1 in which the active ingredient is selected from chlorpyriphos, 
55 chlorpyriphos methyl and trifluralln. 

6. A composition according to any preceding claim in which one of the coacervating polymers is anionic 
and renders the particles anionic, and the said anionic polymer is also dissolved in the aqueous 
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medium. 

7. A composition according to any preceding claim In which the shell is formed by coacervation of a low 
molecular weight cationic polymer with a molar excess of a higher molecular weight water soluble 
5 anionic polymer. 

S, A composition according to any preceding claim in which the shell is the unreacted shell that has been 
formed by coacervation of a low molecular weight, cationic polymer and a molar excess of a 
hydrophilic. higher molecular weight, anionic polymer. 

10 

9. A composition according to any preceding claim in which the shell is formed by coacervation of 
cationic urea formaldehyde or cationic melamlne formaldehyde having a molecular weight of below 
100,000 with a molar excess of water soluble anionic polymer of ethylenically unsaturated carboxyllc 
acid and having a molecular weight at>ove 100,000. 

75 

10. A composition according to any of claims 6 to 9 In which the anionic polymer is a copolymer of 
acrylamide and acrylic acid. 

11. A composition according to any preceding claim in which the active ingredient is an agrochemical and 
20 a flowable, containing particles of a second agrochemical active Ingredient, has been blended Into the 

composition. 

12- A composition according to any preceding claim In which the dispersion of the particles containing the 
core and shell has been made by dispersing into an aqueous medium a solution of water insoluble 
25 active ingredient dissolved in an organic solvent that is more volatile than water, and thereby forming 
particles substantially all below 10um. coating the resultant dispersed particles by coacervation of the 
coacervating polymers and thereby stabilising the particles against agglomeration while dispersed in 
the aqueous medium, and djstilling the dispersion to remove the organic solvent. 

30 13. A composition according to any of claims 1 to 11 in which the active Ingredient Is a solid that melts at 
below 80 *C and the dispersion of the particles containing the core and shell has been made by 
melting the active ingredient, dispersing it into an aqueous medium at a temperature at which It 
remains molten and under conditions to generate particles that are substantially all below lOum In size, 
coating the resultant dispersed particles by coacervation of at least two water soluble coacervating 

35 polymers and thereby stabilising the particles against agglomeration while dispersed in the aqueous 
medium, and cooling the particles before, during or after the coacervation to a temperature below the 
melting point of the active ingredient. 

14. A composition according to claim 1 that comprises particles that comprise a core comprising a water 
40 insoluble agrochemical surrounded by a shell that has been formed by coacervation of a low molecular 

weight water soluble cationic polymer with a molar excess of a higher molecular weight water soluble 
anionic polymer. 

15. A composition according to claim 14 in which the shell has been formed by coacervation of cationic 
45 urea formaldehyde or cationic metamine formaldehyde having a molecular weight of below 100,000 with 

a molar excess of water soluble anionic polymer of ethylenically unsaturated carboxylic acid and having 
molecular weight above 100,000. 

16. A particulate composition according to claim 1 comprising particles that comprise a core containing a 
50 water insoluble active ingredient surrounded by a coacervate shell and which has been made by 

dispersing into an aqueous medium a solution of water insoluble active ingredient dissolved In an 
organic solvent that is more volatile than water, coating the resultant dispersed particles by coacer- 
vation of one or more coacervating polymers dissolved in the water, and distilling the dispersion to 
remove the organic solvent. 

65 
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PatentansprUche 

1. Zusammensetzung. die mit Wasser unter Bildung einer sprUhbaren Zusammensetzung verdUnnbar ist 
und welche umfafit eine im wesentlichen stabile Dispersion in einem wMBrigen Medium von Teilchen, 

5 die im wesentlichen alle kleiner als 10 um sind und welche umfassen einen Kern umfassend eine teste 
wasserunldsliche polymere Matrix, durch welche ein wasserunl6siicher Wirkstoff verteilt ist, umgeben 
von einer HUlle. die gebildet wurde durch Koazervation aus einem Oder mehreren wasserl5slichen 
koazervierenden Polymeren und welche die Teilchen gegen Agglomeration in dem wMBrigen Medium 
stabillslert. 

10 

2. Zusammensetzung nach Anspruch 1. worin der Wirkstoff ausgewMhIt ist aus Feststoffen mit einem 
Schmelzpunkt unter 80' C und RUsslgkeiten.* 

3. Zusammensetzung nach Anspruch 1 oder Anspruch 2, worin der N/Vlrkstoff ausgewdhit Ist aus Agroche- 
75 mikalien. Arznelmlttein, VeterinSrchemikalien. Parfums und Duftstoffen. 

4. Zusammensetzung nach irgendetnem vorangehenden Anspruch. worin der Wirkstoff eine Agrochemika- 
lie ist, ausgewShlt aus Herbizlden, Geruchsstoffen, RIanzenwuchsregulatoren, NMhrstoffen und Pestlzl- 
den. 

20 

5. Zusammensetzung nach Anspruch 1, worin der Wirkstoff ausgewShIt ist aus Chtorpyriphos, Chlorpyri- 
phos-Methyl und Trifluralin. 

6. Zusammensetzung nach irgendeinem vorangehenden Anspruch, worin eines der koazervierenden 
25 Polymeren anionisch ist und die Teilchen anionisch macht. und das anionische Polymer ebenfalls in 

dem waBrigen Medium gelost wird. 

7. Zusammensetzung nach irgendeinem vorangehenden Anspruch, worin die HOIIe durch Koazervation 
eines niedermolekularen kationischen Polymers mit einem molaren OberschuB eines h5hermolekularen 

30 wasserldslichen anionischen Polymers gebildet wtrd. 

8. Zusammensetzung nach Irgendeinem vorangehenden Anspruch, worin die HUlle die nicht-reagierte 
HUlie ist, welche gebildet wurde durch Koazervation eines niedermolekularen kationischen Polymers 
und eines molaren Oberschusses eines hydrophilen hohermolekularen anionischen Polymers. 

35 

9. Zusammensetzung nach irgendeinem vorangehenden Anspruch, worin die HUlle gebildet wird durch 
Koazervation von kationischem Harnstoff-Formaldehyd oder kationischem Melamin-Formaldehyd mit 
einem Molekulargewicht unter 100000 mit einem molaren OberschuB eines wasserloslichen anionischen 
Polymers einer ethylenisch ungesSttigten CarbonsSure mit einem Molekulargewicht Uber 100000. 

40 

10. Zusammensetzung nach irgendeinem der AnsprUche 6 bis 9, worin das anionische Polymer ein 
Copolymer von Acrylamid und AcrylsSure ist. 

11. Zusammensetzung nach irgendeinem vorangehenden Anspruch, worin der Wirkstoff eine Agrochemika- 
45 lie Ist und ein flieBbarer Wirkstoff, der Teilchen einer zwerten Agrochemikalie enthSIt, der Zusammen- 
setzung zugemischt worden ist 

12. Zusammensetzung nach irgendeinem vorangehenden Anspruch, worin die Dispersion der Teilchen, 
welche den Kern und die HUlle enthalten, erhalten worden ist durch Dispergieren einer L5sung des 

. 50 wasserunlfislichen Wirkstoffs, gelGst in einem organischen L6sungsmittel, das flUchtlger als Wasser ist, 
in einem waBrigen Medium unter Bildung von Teilchen, die im wesentlichen alle kleiner als 10 um sind, 
Beschichten der erhaltenen dispergierten Teilchen durch Koazervation der koazervierenden Polymeren 
und dadurch Stabilisieren der Teilchen gegen Agglomeration, wShrend sle in dem wSBrigen Medium 
dispergiert sind. und Destillieren der Dispersion, um das organlsche L5sungsmittel zu entfernen. 

55 

13. Zusammensetzung nach irgendeinem der AnsprUche 1 bis 11. worin der Wiricstoff ein Feststoff ist. der 
unter 80 *C schmilzt, und die Dispersion der Teilchen, welche den Kem und die HUlle enthalten. 
erhalten worden ist durch Schmelzen des Wiricstoffs und Dispergieren in ein wMBriges Medium be! 
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einer Temperatur» bei welcher er geschmolzen blelbt und unter Bedingungen. bei denen Teilchen 
erzeugt werden, die im wesentlichen alio Kleiner als 10 urn sind, Beschichten der erhaltenen dispergler- 
ten Teilchen durch Koazervatlon von mindestens zwei wasserl6slichen koazervlerenden Polymeren und 
dadurch Stabilisieren der Teilchen gegen Agglomeration, wShrend sie in dem wdBrigen Medium 
5 dispergiert sind, und AbkUhlen der Teilchen vor, wShrend Oder nach der Koazervation auf eine 
Temperatur unter dem Schmelzpunkt des Wirkstoffs, 

14. Zusammensetzung nach Anspruch 1, welche Teilchen umfaBt, die einen Kern umfassen. umfassend 
eIne wasserl6sliche Agrochemlkalie. umgeben von einer HUlle. die gebildet worden ist durch Koazerva- 

10 tion eines niedermolekularen wasserlSsllchen kationlschen Polymers mit einem molaren OberschuB 
eines ii5hermolekularen wasserliJsllchen anionischen Polymers. 

15. Zusammensetzung nach Anspruch 14, worin die HOlle gebildet worden Ist durch Koazervation von 
kationlschem Hamstoff-Fonmaldehyd oder kationlschem Melamln^Formaldehyd mIt einem Molekularge- 

*5 wicht unter 100000 mIt einem molaren OberschuB eines wasserlQslichen anionischen Polymers einer 
ethylenisch ungesSttigten CarbonsSure mit einem Molekulargewicht Ober 100000. 

16. TeilchenfSrmlge Zusammensetzung nach Anspruch 1. umfassend Teilchen, welche einen Kern umfas- 
sen. der einen wasserunlosllchen WIrkstoff enthalt, umgeben von einer KoazervathDIle, und welche 

20 erhalten worden ist durch Dispergieren einer Losung des wasserunldslichen Wirkstoffs, gelost in einem 
organischen L6sungsmittel, das flQchtiger als Wasser ist. In einem wSBrlgen Medium. Beschichten der 
erhaltenen dispergierten Teilchen durch Koazervation von einem oder mehreren koazervlerenden 
Polymeren. gelfist In dem Wasser, und Destillieren der Dispersion, urn das organlsche L^Jsungsmittel 
zu entfernen. 

25 

Revendlcatlons 

1. Composition d^layable dans Teau pour former une composition pulv^risable et comprenant une 
dispersion pratlquement stable dans un milieu aqueux de particules qui ont pratiquement toutes une 
30 dimension Inf^rieure 2i 10 um et qui comprennent un coeur constitu^ d'une matrlce polymdre solide 
insoluble dans I'eau, dans laquelle est distribu6 un composant actif insoluble dans Teau, entour^ par 
une enveloppe qui a 6t6 form^e par coacervation d'un ou plusieurs polym^res de coacervation solubles 
dans I'eau et qui stabilise les particules centre une agglomeration dans le milieu aqueux. 

35 2. Composition selon la revendication 1, dans laquelle le composant actif est choisi parmi des mati^res 
sondes qui poss^dent un point de fusion Inf^rieur ^ 80*C et des liquides. 

3. Composition selon la revendication 1 ou la revendication 2, dans laquelle le composant actif est choisi 
parmi des produits agrochimiques, des produits pharmaceutlques, des produits chimiques v6t6rinalres, 

40 des parfums et des fragrances. 

4. Composition selon Tune quelconque des revendications pr^c^dentes. dans laquelle le composant actif 
est un prodult agrochimique choisi pamil des herbicides, des produits semiochlmiques, des r^gulateurs 
de crolssance de vdg^taux, des substances nutritives et des pesticides. 

45 

5. Composition selon la revendication 1, dans laquelle le composant actif est choisi parmi les sulvants : 
chlorpyrlfos. chlorpyrifos-m^thyle et trifluraline. 

6. Composition selon Tune quelconque des revendications pr6c§dentes. dans laquelle un des polymferes 
50 de coacervation est anionique et rend les particules anionlques et dans laquelle on dissout 6galement 

ledit polym^re anionique dans le milieu aqueux. 

7. Composition selon Tune quelconque des revendications pr§c6dentes, dans laquelle on forme I'envelop- 
pe par coacervation d'un polymfere cationique de masse mol^culaire faible en presence d'un exc6s 

55 molaire d'un polym^re anionique soluble dans I'eau de masse moldculalre plus 61ev6e. 

a Composition selon I'une quelconque des revendications pr^c^dentes, dans laquelle I'enveloppe consis- 
te en i'enveloppe n'ayant pas r^agt, qui a 6t§ form^e par coacervation du polymfere cationique de 
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masse mol^culaire faible et d*un exc^s molaire du polym^re anionique hydrophile de masse mol^culai- 
re plus dievde. 

9. Composition selon I'une quelconque des revendicattons pr^c^dentes. dans laqueile on forme I'envelop- 
5 pe par coacervation d'ur^e-formald^hyde cationique ou de m§tamine-form aldehyde cationique poss§- 
dant une masse moi^cuiaire inMrieure k 100 000 en presence d'un exc^s molaire d'un polym&re 
anionique soluble dans I'eau d'un acids carboxylique ^thylSniquement insaturd et poss^dant une masse 
mol^culaire supdrieure k 100 000. 

70 10. Composition selon Tune quelconque des revendications 6^9. dans laqueile le polymfere anionique est 
un copoiym^re d'acrylamide et d'acide acrylique. 

11. Composition selon Tune quelconque des revendications pr^c^dentes, dans laqueile le composant actif 
est un prodult agrochimique et dans laqueile on a mdlang^ dans la composition un produit fluide 

75 contenant des particules d'un deuxi^me composant actif agrochimique. 

12. Composition selon Tune quelconque des revendications pr^c^dentes, dans laqueile on a produit la 
dispersion des particules contenant le coeur et Tenveloppe par dispersion dans un milieu aqueux d'une 
solution du composant actif insoluble dans Teau dissous dans un solvant organique qui est plus volatil 

20 que I'eau, formant ainsi des particules ayant pratiquement toutes une dimension inf^rieure ^10 um, 
par rev§tement des particules dispersdes r^sultantes par coacervation des polym^res de coacervation, 
stabilisant ainsi les particules centre une aglom^ration alors qu'elles sent dispers^es dans le milieu 
aqueux et par distillation de la dispersion pour ^liminer le solvant organique. 

25 13. Composition selon i'une quelconque des revendications 1^11, dans laqueile le composant actif est un 
solide qui fond k une temperature inf^rieure ^ 80 * C et dans laqueile on a produit la dispersion des 
particules contenant le coeur et I'enveloppe par fusion du composant actif, par sa dispersion dans un 
milieu aqueux k une temperature k laqueile II reste fondu et dans des conditions permettant de former 
des particules qui ont pratiquement toutes une dimension inf^rleure ^10 um. par revetement des 

30 particules dispers6es r^sultantes par coacervation d'au moins deux polym§res de coacervation solubles 
dans reau, stabilisant ainsi les particules centre une aglom^ration alors qu'elles sent dispers^es dans le 
milieu aqueux et par refroidissement des particules avant, pendant ou apr&s la coacervation k une 
temperature inferieure au point de fusion du composant actif. 

35 14. Composition selon la revendicatlon 1, comprenant des particules qui comprennent un coeur contenant 
un produit agrochimique insoluble dans I'eau. entoure par une envetoppe qui a 6i6 formde par 
coacervation d'un polym^re cationique soluble dans I'eau de masse moieculaire faible en presence 
d'un exc6s molaire d'un polym§re anionique soluble dans I'eau de masse moieculaire plus eievee. 

40 15. Composition selon la revendicatlon 14, dans laqueile on a forme I'enveloppe par coacervation d'uree- 
formaldehyde cationique ou de meiamine-formaldehyde cationique possedant une masse moieculaire 
inferleure ^ 100 000 en presence d'un exc^s molaire d'un polym^re anionique soluble dans I'eau d'un 
acide carboxylique ethyieniquement insature et possedant une masse moieculaire superieure ^100 
000. 

45 

16. Composition particulaire selon la revendication 1, comprenant des particules qui comprennent un coeur 
contenant un compose actif insoluble dans I'eau, entoure par une enveloppe de coacervat et qu'on a 
prepare par dispersion dans un milieu aqueux d'une solution du compose actif insoluble dans I'eau, 
dissous dans un solvant organique qui est plus volatil que I'eau, par rev§tement des particules 
50 dispersees resultantes par coacervation d'un ou plusieurs polym^res de coacervation dissous dans 
I'eau et par distillation de la dispersion pour eiiminer le solvant organique. 
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